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(54) Subterranean fractures containing resilient proppant packs 



(57) Subterranean fractures are packed with resil- 
ient proppant particles which prevent the production of 
sand and fines with produced fluids and prevent prop- 
pant flow-back in a subterranean zone penetrated by a 
well bore. As the fractures are formed, a liquid harden- 
able resin component is mixed with a liquid hardening 
agent component and a liquid rubber component to form 
a hardenable resin composition. The hardenable resin 



composition is coated onto dry proppant particles which 
are suspended in the fracturing fluid and placed in the 
fractures. The hardenable resin composition on the res- 
in composition coated proppant particles is allowed to 
harden and consolidate the proppant particles into high 
strength resilient permeable packs. 
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Description 

[0001] The present invention relates to forming frac- 
tures containing resilient proppant particle packs which 
prevent proppant flow-back in subterranean zones pen- 
etrated by well bores. 

[0002] Hydrocarbon producing wells are often stimu- 
lated by hydraulic fracturing treatments. In hydraulic 
fracturing treatments, a viscous fracturing fluid which al- 
so functions as a carrier fluid is pumped into a producing 
zone to be fractured at a rate and pressure such that 
one or more fractures are formed in the zone. Particulate 
proppant particles, e.g. graded sand, for propping the 
fractures are suspended in a portion of the fracturing flu- 
id so that the proppant particles are deposited in the 
fractures when the fracturing fluid is broken. That is, a 
breaker is included in the fracturing fluid whereby the 
fracturing fluid reverts to a thin fluid which is returned to 
the surface. The proppant particle packs formed in the 
fractures function to prevent the fractures from closing 
so that conductive channels are formed through which 
produced hydrocarbons can readily flow. 
[0003] In order to prevent the subsequent flow-back 
of the proppant particles as well as loose or incompetent 
sand in the fractured zone with fluids produced there- 
from, the proppant introduced into the fractures has 
heretofore been coated with a hardenable resin compo- 
sition which is caused to harden and consolidate the 
proppant particles in the zone. The flow-back of the 
proppant particles with formation fluids is very detrimen- 
tal in that it erodes metal goods, plugs piping and ves- 
sels and causes damage to valves, instruments and oth- 
er production equipment. 

[0004] While the consolidated proppant particle packs 
heretofore formed in subterranean fractures have func- 
tioned satisfactorily in wells which are produced contin- 
uously, when such consolidated proppant particle packs 
are formed in wells which are frequently placed on pro- 
duction and then shut-in, flow-back of the proppant par- 
ticles and formation fines with produced fluids often still 
takes place. That is, in wells which are subjected to 
stress cycling due to frequent opening and shutting in 
of the wells, the consolidated proppant particle packs in 
fractures are also subjected to the stress cycling which 
causes the consolidated proppant particle packs to dis- 
integrate and the flow-back of loose proppant particles 
to occur. We have now found some proppant particle 
packs which are resilient and do not disintegrate, or dis- 
integrate so readily, when subjected to stress cycling. 
[0005] In one aspect, the invention provides a liquid 
hardenable resin composition for consolidating prop- 
pant particles in subterranean fractures whereby con- 
solidated proppant particle packs are formed which are 
resilient and prevent the production of formation sand 
and fines with produced fluids and proppant particle 
flow-back, which composition comprises a hardenable 
resin; a hardening agent for hardening said resin; a rub- 
ber latex; and a rubber latex stabilizing surfactant. 



[0006] In another aspect, the invention provides a 
method of forming fractures in a subterranean zone uti- 
lizing resilient proppant particle packs which prevent the 
production of formation sand and fines with produced 
s fluids and proppant flow-back, which method compris- 
es: 

(a) pumping a gelled liquid fracturing fluid into said 
subterranean zone to form said fractures therein 

10 and to place hardenable resin composition-coated 
proppant particles therein; 

(b) coating a liquid hardenable resin composition of 
the invention, onto dry proppant particles to form 
hardenable resin composition-coated proppant par- 

15 tides; 

(c) mixing said hardenable resin composition-coat- 
ed proppant particles produced in step (b) with said 
fracturing fluid pumped in accordance with step (a) 
whereby said hardenable resin composition coated 

20 proppant particles are suspended therein; 

(d) terminating steps (a), (b), and (c) when said res- 
in composition-coated proppant particles have 
been placed in said fractures; and 

(e) allowing said hardenable resin composition on 
25 said hardenable resin composition-coated prop- 
pant particles to harden and consolidate said prop- 
pant particles into resilient permeable packs which 
prevent the production of formation sand and fines 
with produced fluids and proppant flow-back. 

30 

[0007] In accordance with the invention, a liquid hard- 
enable resin component is provided comprised of a 
hardenable resin and, optionally, a solvent for the resin. 
A liquid hardening agent component is provided com- 

35 prised of a hardening agent, a silane coupling agent, a 
hydrolyzable ester for breaking gelled fracturing fluid 
films on the proppant particles, a surfactant for facilitat- 
ing the coating of the resin on the proppant particles and 
for causing the hardenable resin to flow to the contact 

to points between adjacent resin coated proppant parti- 
cles, a liquid carrier fluid having a high flash point and 
optionally, a viscosifying agent for viscosifying the car- 
rier fluid and dispersing the hardening agent when the 
hardening agent is a particulate solid. A liquid rubber 

45 component comprised of a rubber latex and a rubber 
latex stabilizing surfactant is also provided. In addition, 
a source of dry proppant particles and a gelled liquid 
fracturing fluid are provided. The gelled liquid fracturing 
fluid is pumped into a subterranean zone to form the 

so fractures therein and to place hardenable resin compo- 
sition coated proppant particles therein. As the fractures 
are formed by the fracturing fluid, the liquid hardenable 
resin component is mixed with the liquid hardening 
agent component and the liquid rubber component 

55 (preferably on-the-fly) to form a liquid hardenable resin 
composition. The liquid hardenable resin composition is 
continuously coated on dry proppant particles conveyed 
from the source thereof to form hardenable resin com- 
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position coated proppant particles. The hardenable res- 
in coated proppant particles are continuously mixed with 
the fracturing fluid whereby the hardenable resin com- 
position coated proppant particles are suspended in the 
fracturing fluid. When the hardenable resin composition 
coated proppant particles have been placed in the one 
or more fractures, the pumping of the fracturing fluid, the 
mixing of the liquid hardenable resin component with the 
liquid hardening agent component and the liquid rubber 
component, the coating of the dry proppant particles 
with the hardenable resin composition and the mixing 
and suspending the resin composition coated proppant 
particles with the fracturing fluid are terminated. There- 
after, the hardenable resin composition on the coated 
proppant particles is allowed to harden and to consoli- 
date the proppant into one or more strong and resilient 
permeable packs which prevent the production of for- 
mation sand and fines with formation fluids and prop- 
pant flow-back. The liquid hardenable resin composition 
of this invention for consolidating proppant particles in 
subterranean fractures whereby consolidated proppant 
particle packs are formed which are resilient and pre- 
vent proppant particle flow-back due to stress cycling is 
comprised of the following components: a hardenable 
resin, optionally a solvent for the resin, a hardening 
agent for hardening the resin, a silane coupling agent, 
a hydrolyzable ester for breaking gelled fracturing films 
on the proppant particles, a surfactant for facilitating the 
coating of the resin on the proppant particles and for 
causing the hardenable resin to flow to the contact 
points between adjacent resin coated proppant parti- 
cles, a liquid carrier fluid having a high flash point and 
optionally, a viscosifying agent for viscosifying the car- 
rier fluid and dispersing the hardening agent when the 
hardening agent is a particulate solid, a rubber latex and 
a rubber latex stabilizing surfactant. 
[0008] As mentioned above, the consolidated prop- 
pant particle packs formed in fractures heretofore have 
not been resilient enough to remain consolidated in 
wells which are frequently placed on production and 
shut-in. That is, the stress cycling caused by frequently 
producing and shutting in wells causes the consolidated 
proppant particle packs to disintegrate over time which 
causes undesirable proppant particle flow-back. 
[0009] In accordance with the methods and composi- 
tions of the present invention, the resin consolidated 
proppant particle packs formed in subterranean frac- 
tures are highly resilient whereby they can withstand 
stress cycling without disintegration occurring. 
[001 0] The methods of the present invention for form- 
ing fractures containing resilient proppant particle packs 
which prevent the production of formation sand and 
fines with formation fluids and proppant flow-back in 
subterranean zones penetrated by well bores are com- 
prised of the following steps. A liquid hardenable resin 
component is provided comprised of a hardenable resin, 
and optionally, a solvent for the resin having a high flash 
point. A liquid hardening agent component is also pro- 



vided comprised of a hardening agent, a silane coupling 
agent, a hydrolyzable ester for breaking gelled fractur- 
ing fluid films on the proppant particles, a surfactant for 
facilitating the coating of the resin on the proppant par- 

5 tides and for causing the hardenable resin to flow to the 
contact points between adjacent coated proppant parti- 
cles, a liquid carrier fluid having a high flash point and 
optionally, a viscosifying agent for viscosifying the car- 
rier fluid and dispersing the hardening agent when .the 

10 hardening agent is a particulate solid. A liquid rubber 
component comprised of a rubber latex and a rubber 
latex stabilizing surfactant is also provided. In addition, 
a source of dry proppant particles and a gelled liquid 
fracturing fluid are provided. The gelled liquid fracturing 

is fluid is pumped into the subterranean zone to form frac- 
tures therein and to place hardenable resin composition 
coated proppant particles therein. As the fractures are 
formed, the liquid hardenable resin component is mixed 
with the liquid hardening agent component and the liquid 

20 rubber component (preferably on-the-fly) to form a liquid 
hardenable resin composition. The liquid hardenable 
resin composition is continuously coated onto dry prop- 
pant particles (preferably on-the-fly) conveyed from the 
source thereof to form hardenable resin composition 

25 coated proppant particles. The hardenable resin com- 
position coated proppant particles are continuously 
mixed with the fracturing fluid being pumped (preferably 
on-the-fly) whereby the hardenable resin composition 
coated proppant particles are suspended therein. When 

30 the resin composition coated proppant particles have 
been placed in the fractures, the pumping of the gelled 
liquid fracturing fluid, the mixing of the liquid hardenable 
resin component with the liquid hardening agent com- 
ponent and the liquid rubber component to form the liq- 

35 uid hardenable resin composition, the coating of the liq- 
uid hardenable resin composition onto dry proppant par- 
ticles and the mixing of the hardenable resin composi- 
tion coated proppant particles with the fracturing fluid 
are terminated. Thereafter, the hardenable resin com- 

40 position on the resin composition coated proppant par- 
ticles is allowed to harden and consolidate the proppant 
particles into resilient permeable packs which prevent 
the production of formation sand and fines with pro- 
duced fluids and proppant flow-back. 

45 [0011] The term "on-the-fly* is used herein to mean 
that a flowing stream is continuously introduced into an- 
other flowing stream so that the streams are combined 
and mixed while continuing to flow as a single stream. 
While the mixing of the liquid hardenable resin compo- 

50 nent with the liquid hardening agent component and the 
rubber component to form the hardenable resin compo- 
sition, the coating of the dry proppant particles with the 
hardenable resin composition and the mixing of the 
hardenable resin coated proppant particles with the 

55 fracturing fluid are ail preferably accomplished on-the- 
fly, as is well understood by those skilled in the art such 
mixing can also be accomplished by batch mixing or par- 
tial batch mixing. 
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[001 2] As is also well understood, when the fracturing 
fluid is broken and the hardenable resin composition 
coated proppant particles are deposited in the fractures 
formed, the fractures close on the proppant particles. 
The partially closed fractures apply pressure on the 5 
hardenable resin composition coated proppant whereby 
the proppant particles are forced into contact with each 
other while the resin composition hardens. The harden- 
ing of the resin composition under pressure helps bring 
about the consolidation of the resin coated particles into 10 
a hard permeable pack having sufficient compressive 
strength to prevent unconsolidated proppant and forma- 
tion sand from flowing out of the fractures with produced 
fluids. In fracture treatments carried out in unconsolidat- 
ed formations, good consolidation of proppant is re- 15 
quired in the perforations which extend from the inside 
of the well bore through casing and cement into the un- 
consolidated formation as well as in the fractured por- 
tions of the unconsolidated formation surrounding the . 
well bore. The last portion of the proppant which is de- 20 
posited in the perforations and in the fractures is coated 
with the hardenable resin composition and is caused to 
harden. The resulting consolidated proppant in the per- 
forations and fractures contributes to the prevention of 
proppant flow-back. However, there is often little closure 25 
pressure applied to the hardenable resin coated prop- 
pant in the fractures close to the well bore and there is 
no closure pressure applied to the hardenable resin 
coated proppant particles in the perforations. In addi- 
tion, the hardenable resin coated proppant particles can 30 
be separated from each other by films of the gelled frac- 
turing fluid and because of the presence of the fracturing 
fluid films, the proppant particles do not sufficiently con- 
solidate. As a result, the consolidated permeable packs 
formed in the perforations and fractures often have less 35 
than sufficient compressive strength to prevent uncon- 
solidated proppant and formation sand from flowing out 
of the perforations and fractures. These problems are 
solved by including in the hardenable resin composition 
one or more hydrolyzable esters which function to break *o 
gelled fracturing fluid films on the particles, and a sur- 
factant for facilitating the coating of the resin composi- 
tion on the proppant particles and for causing the hard- 
enable resin composition to flow to the contact points 
between adjacent resin coated proppant particles so 
that the particles are consolidated into a high strength 
permeable mass. 

[0013] Examples of hardenable resins which can be 
utilized in the liquid hardenable resin component in- 
clude, but are not limited to, organic resins such as bi- so 
sphenol A-epichlorohydrin resin, polyepoxide resin, no- 
volac resin, polyester resin, phenol-aldehyde resin, 
urea-aldehyde resin, furan resin, urethane resin, glyci- 
dyl ethers and mixtures thereof. Of these, bisphenol A- 
epichlorohydrin resin is preferred. The organic resin uti- ss 
lized is included in the liquid hardenable resin compo- 
nent in an amount in the range of from about 70% to 
about 100% by weight of the liquid hardenable resin 



component, preferably an amount of about 85%. 
[0014] Examples of solvents having high flash points 
(above about 125°F) which can optionally be used for 
the hardenable resin in the liquid hardenable resin com- 
ponent include, but are not limited to, dipropylene glycol 
methyl ether, dipropylene glycol dimethyl ether, dimethyl 
formarnide, diethylene glycol methyl ether, ethylene gly- 
col butyl ether, diethylene glycol butyl ether, propylene 
carbonate, d'limonene and fatty acid methyl esters. Of 
these, dipropylene glycol methyl ether is preferred. The 
amount of the solvent utilized in the liquid hardenable 
resin component is in the range of from about 0% to 
about 30% by weight of the liquid hardenable resin com- 
ponent, preferably an amount of about 15%. 
[0015] Examples of the hardening agents which can 
be used in the liquid hardening agent component in- 
clude, but are not limited to, amines, aromatic amines, 
polyamines, aliphatic amines, amides, polyamides, 4,4'- 
diaminodiphenyl sulfone, 2-ethyl-4-methyl imidazole 
and 1 ,1,3-trichlorotrifluoroacetone. Of these, 4,4'-diami- 
nodiphenyl sulfone is preferred. Hie hardening agent is 
included in the liquid hardening agent component in an 
amount in the range of from about 30% to about 60% 
by weight of the liquid hardening agent component, pref- 
erably in an amount of about 40%. 
[001 6] Examples of silane coupling agents which can 
be used in the liquid hardenable resin component in- 
clude, but are not limited to, N-2-(aminoethyl)-3-amino- 
propyltrimethoxysilane, 3-glycidoxypropyltrimethoxysi- 
lane and n-beta-(aminoethyl)-gamma-aminopropyltri- 
methoxysilane. Of these, n-beta-(aminoethyl)-gamma- 
aminopropyltrimethoxysilane is preferred. The silane 
coupling agent is included in the liquid hardenable resin 
component in an amount in the range of from about 0.1 
% to about 3% by weight of the liquid hardenable resin 
component, preferably in an amount of about 1 .5%. 
[001 7] Examples of hydrolyzable esters which can be 
used in the liquid hardenable resin component for facil- 
itating the coating of the resin composition on the prop- 
pant particles and for breaking gelled fracturing fluid 
films thereon include, but are not limited to, a mixture of 
dimethylglutarate, dimethyladipate and dimethylsucci- 
nate, sorbitol, catechol, dim ethylthio late, methyl sali- 
cylate, dimethyl salicylate, dimethyl succinate and ter- 
butylhydroperoxide. Of these, a mixture of dimethylglu- 
tarate, dimethyladipate and dimethylsuccinate is. pre- 
ferred. The ester or esters are present in the liquid hard- 
enable resin component in an amount in the range of 
from about 0.1 % to about 3% by weight of the liquid 
hardenable resin component, preferably in an amount 
of about 2%. 

[0018] Examples of surfactants which can be utilized 
in the liquid hardenable resin component for facilitating 
the coating of the resin on the proppant particles and for 
causing the hardenable resin to flow to the contact 
points between adjacent resin coated proppant particles 
include, but are not limited to, an ethoxylated nonylphe- 
nol phosphate ester, mixtures of one or more cationic 
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surfactants and one or more non- ionic surfactants and 
an alkyl phosphonate surfactant. The mixtures of one or 
more cationic and non-ionic surfactants which can be 
utilized are described in U.S. Patent No. 6,311,773 is- 
sued to Todd et al. on November 6, 2001 which is incor- s 
porated herein by reference. Of the surfactants that can 
be used, a C^-C^ alkyl phosphonate surfactant is pre- 
ferred. The surfactant or surfactants utilized are includ- 
ed in the liquid hardenable resin component in an 
amount in the range of from about 2% to about 1 5% by io 
weight of the liquid hardenable resin component, pref- 
erably in an amount of about 12%. 
[0019] The liquid carrier fluid having a high flash point 
(above about 125°F) in the liquid hardening agent com- 
ponent is selected from the group consisting of dipro- is 
pylene glycol methyl ether, dipropylene glycol dimethyl 
ether, dimethyl formamide, diethyleneglycol methyl 
ether, ethyleneglycol butyl ether, diethyleneglycol butyl 
ether, propylene carbonate, d'limonene and fatty acid 
methyl esters. Of these, dipropylene glycol methyl ether 20 
is preferred. The liquid carrier fluid is present in the liquid 
hardening agent component in an amount in the range 
of from about 30% to about 60% by weight of the liquid 
hardening agent component, preferably in an amount of 
about 40%. 25 
[0020] Examples of viscosifying agents that can op- 
tionally be utilized in the liquid hardening agent compo- 
nent, include, but are not limited to hydroxypropyl cellu- 
lose and organophilic clays. Of these, organophilic clay 
is preferred. Organophilic clays are the reaction product 30 
of purified smectite clay (either hectorite or bentonite) 
and a quaternary ammonium salt. The viscosifying 
agent is present in the liquid hardening agent compo- 
nent in an amount in the range of from about 0% to about 
3% by weight of the liquid hardening agent component, 35 
preferably in an amount of about 1%. 
[0021] Examples of aqueous rubber latexes, i.e., 
aqueous dispersions or emulsions, which can be used 
in the liquid rubber component include, but are not lim- 
ited to, natural rubber (cis-1 ,4-polyisoprene) latex, sty- *o 
rene/butadiene rubber latex, cis-1 ,4-polybutadiene rub- 
ber latex, butyl rubber latex, ethylene/propylene rubber 
latex, neoprene rubber latex, nitrile rubber latex, silicone 
rubber latex, chlorosulfonated rubber latex, polyethyl- 
ene rubber latex, epichlorohydrin rubber latex, fluoro- *s 
carbon rubber latex, fluorosilicone rubber latex, poly- 
urethane rubber latex, polyacrylic rubber latex and 
polysulfide rubber latex. 

[0022] Of the various latexes which can be utilized, 
those prepared by emulsion polymerization processes so 
are preferred. A particularly preferred latex for use in 
accordance with this invention is a sty rene/butadiene 
copolymer latex emulsion prepared by emulsion polym- 
erization. The aqueous phase of the emulsion is an 
aqueous colloidal dispersion of the styrene/butadiene ss 
copolymer. The latex dispersion usually includes water 
in an amount in the range of from about 40% to about 
70% by weight of the latex, and in addition to the dis- 
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persed styrene/butadiene particles, the latex often in- 
cludes small quantities of an emulsifier, polymerization 
catalysts, chain modifying agents and the like. The 
weight ratio of styrene to butadiene in the latex can 
range from about 10%:90% to about 90%: 10%. 
[0023] A particularly suitable styrene/butadiene aque- 
ous latex has a styrene/butadiene weight ratio of about 
25%:75%, and the styrene/butadiene copolymer is sus- 
pended in a 50% by weight aqueous emulsion A latex 
of this type is available from Halliburton Energy Services 
of Duncan, Oklahoma under the trade designation "LA- 
TEX 2000™.' The amount of the rubber latex utilized in 
the liquid rubber component is in the range of from about 
99.9% to about 97% by weight of the liquid rubber com- 
ponent, preferably in an amount of about 99%. 
[0024] In order to prevent the aqueous rubber latex 
from prematurely coagulating and increasing the viscos- 
ity of the liquid rubber component, an effective amount 
of a latex stabilizer is included in the liquid rubber com- 
ponent. Latex stabilizers are comprised of one or more 
surfactants which function to prevent latex coagulation. 
Examples of rubber latex stabilizing surfactants which 
can be utilized in the liquid rubber component include, 
but are not limited to, surfactants having the formula 
R-Ph-0(OCH 2 CH 2 ) m OH wherein R is an alkyl group 
having from about 5 to about 30 carbon atoms, Ph is 
phenyl and m is an integer of from about 5 to about 50 
and surfactants having the formula R^RgOJnSOaX 
wherein R 1 is an alkyl group having from about 5 to 
about 20 carbon atoms, R 2 is the group -CH 2 -CH 2 -, n is 
an integer from about 10 to about 40 and X is a cation. 
Of the various latex stabilizing surfactants which can be 
utilized, a sulfonated and ethoxylated sodium salt hav- 
ing the formula H(CH 2 ) 12 _ 15 (CH 2 CH 2 0) l5 S0 3 Na is pre- 
ferred. The rubber latex stabilizing surfactant utilized is 
included in the liquid rubber component in an amount in 
the range of from about 0.1 % to about 3% by weight of 
the liquid rubber component, more preferably in an 
amount of about 1%. 

[0025] The liquid hardenable resin component is in- 
cluded in the liquid hardenable resin composition in an 
amount in the range of from about 40% to about 55% 
by weight of the liquid hardenable resin composition, 
preferably about 48%. The liquid hardening agent com- 
ponent is included in the liquid hardenable resin com- 
position in an amount in the range of from about 25% to 
about 35% by weight of the liquid hardenable resin com- 
position, preferably about 32%. The liquid rubber com- 
ponent is included in the liquid hardenable resin com- 
position in an amount in the range of from about 10% to 
about 35% by weight of the liquid hardenable resin com- 
position, preferably about 20%. 
[0026] A variety of fracturing fluids can be utilized in 
accordance with the present invention including aque- 
ous gels, emulsions and other fluids used for forming 
fractures in subterranean zones and carrying resin com- 
position coated proppant particles into the fractures. 
The aqueous gels are generally comprised of water and 
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one or more gelling agents. The emulsions can be com- 
prised of two immiscible liquids such as an aqueous 
gelled liquid and a liquefied, normally gaseous fluid such 
as nitrogen. 

[0027] The preferred fracturing fluids for use in ac- 
cordance with this invention are aqueous gels com- 
prised of water, a gelling agent for gelling the water and 
increasing its viscosity, and optionally, a cross-linking 
agent for cross-linking the gel and further increasing the 
viscosity of the fluid. The increased viscosity of the 
gelled or gelled and cross-linked fracturing fluid reduces 
fluid loss and allows the fracturing fluid to transport sig- 
nificant quantities of suspended proppant particles. The 
water utilized to form the fracturing fluid can be fresh 
water, salt water, brine, seawater or any other aqueous 
liquid which does not adversely react with the other com- 
ponents utilized in accordance with this invention. 
[0028] A variety of gelling agents can be utilized in- 
cluding hyd ratable polymers which contain one or more 
functional groups such as hydroxyl, cis-hydroxyl, car- 
boxyl, sulfate, sulfonate, amino or amide. Particularly 
useful polymers are polysaccharides and derivatives 
thereof which contain one or more monosaccharide 
units galactose, mannose, glucoside, glucose, xylose, 
arabinose, fructose, glucuronic acid or pyranosyl sul- 
fate. Examples of natural hydratable polymers contain- 
ing the foregoing functional groups and units which are 
particularly useful in accordance with the present inven- 
tion include guar gum and derivatives thereof such as 
hydroxypropyl guar and cellulose derivatives such as 
hydroxyethylcellulose. Hydratable synthetic polymers 
and copolymers which contain the above mentioned 
functional groups can also be utilized. Examples of such 
synthetic polymers include, but are not limited to, poly- 
acrylate, polymethacrylate, polyacrylamide, polyvinyl 
alcohol and polyvinyl pyrrolidone. The gelling agent 
used is generally combined with the water in the frac- 
turing fluid in an amount in the range of from about 0.1 
% to about 1% by weight of the water. 
[0029] Examples of cross-linking agents which can be 
utilized to further increase the viscosity of a gelled frac- 
turing fluid are: alkali metal borates, borax, boric acid 
and compounds which are capable of releasing multi- 
valent metal ions in aqueous solutions. Examples of the 
multi-valent metal ions are chromium, zirconium, anti- 
mony, titanium, iron, zinc or aluminum. When used, the 
cross-linking agent is generally added to gelled water in 
an amount in the range of from above 0.01 % to about 
1 % by weight of the water. 

[0030] The above described gelled or gelled and 
cross-linked fracturing fluids typically also include inter- 
nal delayed gel breakers such as those of the enzyme 
type, the oxidizing type, the acid buffer type and the tem- 
perature activated type, all of which are well known to 
those skilled in the art. Particularly suitable delayed gel 
breakers include, but are not limited to, alkali metal and 
ammonium persulfates which are delayed by being en- 
capsulated in a material that slowly releases the breaker 



and alkali metal chlorites, alkali metal hypochlorites and 
calcium hypochlorite. The gel breakers cause the vis- 
cous fracturing fluids to revert to thin fluids that can be 
produced back to the surface after they have been used 

5 to place proppant particles in subterranean fractures. 
The gel breaker used is generally present in the fractur- 
ing fluid in an amount in the range of from about 1% to 
about 5% by weight of the gelling agent therein. The 
fracturing fluids can also include one or more of a variety 

w of well known additives such as gel stabilizers, fluid loss 
control additives, clay stabilizers, bacteriacides and the 
like. 

[0031] The proppant particles utilized in accordance 
with the present invention are generally of a size such 

15 that formation particulate solids, e.g., sand and other 
solid fines, which migrate with produced fluids are pre- 
vented from being produced from the subterranean 
zone. Various kinds of proppant particles can be utilized 
including graded sand, bauxite, ceramic materials, 

20 glass materials, walnut hulls, polymer beads and the 
like. Generally, the proppant particles have a size in the 
range of from about 2 to about 400 mesh, U.S. Sieve 
Series. The preferred proppant is graded sand having 
a particle size in the range of from about 1 0 to about 70 

25 mesh, U.S. Sieve Series. Preferred sand particle size 
distribution ranges are one or more of 10-20 mesh, 
20-40 mesh, 40-60 mesh or 50-70 mesh, depending on 
the particular size and distribution of formation solids to 
be screened out by the consolidated proppant particles. 

30 [0032] The liquid hardenable resin compositions of 
this invention are utilized for consolidating proppant par- 
ticles in subterranean fractures whereby consolidated 
proppant particle packs are formed which are resilient 
and prevent the production of formation sand and fines 

35 as well as proppant particle flow-back due to stress cy- 
cling or the like. The compositions are basically com- 
prised of a hardenable resin, optionally a solvent for the 
resin having a high flash point, a hardening agent for 
hardening the resin, a silane coupling agent, a hydro- 

40 lyzable ester for breaking gelled fracturing films on the 
proppant particles, a surfactant for facilitating the coat- 
ing of the resin on the proppant particles and for causing 
the hardenable resin to flow to the contact points be- 
tween adjacent resin coated proppant particles, a liquid 

45 carrier fluid having a high flash point, optionally a vis- 
cosifying agent for viscosifying the carrier fluid and dis- 
persing the hardening agent when the hardening agent 
is a particulate solid, a rubber latex and a rubber latex 
stabilizing surfactant. 

so [0033] The various components of the liquid harden- 
able resin composition are the same as those described 
above in connection with the methods of this invention 
and are utilized in the amounts set forth above. 
[0034] A preferred method of the present invention for 

55 forming fractures in a subterranean zone containing re- 
silient proppant particle packs which prevent the pro- 
duction of formation sand and fines with produced fluids 
and proppant flow-back is comprised of the steps of: (a) 
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providing a liquid hardenable resin component com- 
prised of bisphenot A-epichlorohydrin resin present in 
an amount in the range of from about 70% to about 
100% by weight of the liquid hardenable resin compo- 
nent and a solvent for the resin comprised of dipropyl- 5 
ene glycol methyl ether present in an amount in the 
range of from about 0% to about 30% by weight of the 
liquid hardenable resin component; (b) providing a liquid 
hardening agent component comprised of a 4,4-diami- 
nodiphenylsulfone hardening agent present in an w 
amount in the range of from about 40% to about 60% 
by weight of the liquid hardening agent component, a 
silane coupling agent comprised of n-beta-(aminoethyt)- 
gamma-aminopropyltrimethoxysilane present in an 
amount in the range of from about 0.1 % to about 3% is 
by weight of the liquid hardenable resin component, a 
hydrolyzable ester mixture comprised of dimethylgluta- 
rate, dimethyladipate and dimethylsuccinate present in 
an amount in the range of from about 0.1 % to about 3% 
by weight of the liquid hardenable resin component and 20 
a surfactant comprised of a C^-C^ alkylphosphonate 
present in an amount in the range of from about 2% to 
about 1 5% by weight of the liquid hardenable resin com- 
ponent, a liquid carrier fluid comprised of dipropylene 
glycol methyl ether present in an amount in the range of 25 
from about 20% to about 40% by weight of the liquid 
hardenable resin component and a viscosifying agent 
comprised of an organophilic clay present in an amount 
in the range of from about 0% to about 3% by weight of 
the liquid hardenable resin component; (c) providing a 30 
liquid rubber component comprised of a styrene/butadi- 
ene copolymer latex containing water in an amount of 
about 50% by weight of the latex present in an amount 
in the range of from about 99.9% to about 97% by weight 
of the liquid rubber component and a rubber latex sta- 35 
bilizing surfactant comprised of a sulfonated and ethox- 
ylated sodium salt having the formula H(CH 2 ) 12 . 15 
(CH 2 CH20) 15 S03Na present in an amount in the range 
of from about 0.1% to about 3% by weight of the liquid 
rubber component; (d) providing a source of dry prop- *o 
pant particles; (e) providing a gelled liquid fracturing flu- 
id; (0 pumping the gelled liquid fracturing fluid into the 
subterranean zone to form the fractures therein and to 
place hardenable resin composition coated proppant 
particles therein;(g) as the fractures are formed in step *s 
(f), mixing the liquid hardenable resin component with 
the liquid hardening agent component and the liquid rub- 
ber component to form a liquid hardenable resin com- 
position; (h) coating the liquid hardenable resin compo- 
sition provided in step (g) onto dry proppant particles so 
conveyed from the source thereof to form hardenable 
resin composition coated proppant particles; (i) mixing 
the hardenable resin coated proppant particles pro- 
duced in step (h) with the fracturing fluid pumped in ac- 
cordance with step (f) whereby the hardenable resin ss 
composition coated proppant particles are suspended 
therein; (j) terminating steps (0, (g), (h) and (i) when the 
resin composition coated proppant particles have been 



placed in the fractures; and (k) allowing the hardenable 
resin composition on the resin composition coated prop- 
pant particles to harden and consolidate said proppant 
particles into resilient permeable packs which prevent 
proppant flow-back. 

[0035] A preferred liquid hardenable resin composi- 
tion of this invention for consolidating proppant particles 
in subterranean fractures whereby consolidated prop- 
pant particle packs are formed which are resilient and 
prevent the production of formation sand and fines with 
produced fluids and proppant particle flow-back com- 
prises: a hardenable resin present in an amount in the 
range of from about 70% to about 100% by weight of 
the liquid hardenable resin composition ; a solvent for the 
resin present in an amount in the range of from about 
0% to about 30% by weight of the liquid hardenable resin 
composition; a hardening agent present in an amount 
in the range of from about 40% to about 60% by weight 
of the liquid hardenable resin composition; a silane cou- 
pling agent present in an amount in the range of from 
about 0.1% to about 3% by weight of the liquid harden- 
able resin composition; a hydrolyzable ester present in 
an amount in the range of from about 0.1 % to about 3% 
by weight of the liquid hardenable resin composition; a 
surfactant present in an amount in the range of from 
about 2% to about 15% by weight of the liquid harden- 
able resin composition; a liquid carrier fluid comprised 
of dipropylene glycol methyl ether present in an amount 
in the range of from about 20% to about 40% by weight 
of the liquid hardenable resin component; a viscosifying 
agent comprised of an organophilic clay present in an 
amount in the range of from about 0% to about 3% by 
weight of the liquid hardenable resin composition; a rub- 
ber latex present in an amount in the range of from about 
0.1 % to about 40% by weight of the liquid hardenable 
resin composition; and a rubber latex stabilizing sur- 
factant present in an amount in the range of from about 
0.1% to about 10% by weight of the liquid hardenable 
resin composition. 

[0036] In order to further illustrate the methods and 
compositions of this invention, the following examples 
are given. 

EXAMPLE 

[0037] A resin composition was prepared by mixing 
8.2 milliliters of liquid hardenable resin component, 5.3 
milliliters of liquid hardening agent component, and 3.4 
milliliters of liquid latex agent. These components were 
mixed well to form a homogeneous mixture. A volume 
of 9.0 milliliters of this mixture was dry coated onto 250 
grams of 20/40-mesh bauxite proppant. The treated 
proppant was then added to 300 milliliters of 35 1 b per 
1 ,000-gal carboxymethylhydroxypropyl guar fracturing 
fluid while the fluid was stirring with a stirrer. The slurry 
was placed in a heat bath at 1 80°F and continued to be 
stirred for 15 minutes to simulate the proppant slurry 
when it is being pumped downhole. After stirring, the 
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treated proppant was packed in the flow chambers and 
placed in oven for 3-hour cure at 325°F without applying 
closure stress. 

[0038] After curing, consolidated cores were obtained 
for unconfined compressive strength measurements 
and stress cycling testing. An average value of 470 psi 
compressive strength was obtained for the consolidated 
cores. For stress cycling testing, the consolidated prop- 
pant cores were installed in a confming cell. Axial stress 
and confining pressure were increased to 1,000 psi. 
Confining pressure was held at 1 ,000 psi, while the axial 
stress was increased to 2,700 psi, held constant for 10 
minutes, decreased to 1,100 psi and held constant for 
another 1 0 minutes. The axial stress cycle was repeated 
1 9 times for a total of 20 cycles. The core samples ap- 
peared to stabilize after about 1 0 cycles. The core sam- 
ples were intact when removed at the end of the test. 
This result indicates that the addition of latex as a flex- 
ibilizing agent greatly improves the capability of a con- 
solidated proppant pack to undergo stress cycling due 
to frequent shut-ins and returns to production. 



Claims 

1. A liquid hardenable resin composition for consoli- 
dating proppant particles in subterranean fractures 
whereby consolidated proppant particle packs are 
formed which are resilient and prevent the produc- 
tion of formation sand and fines with produced fluids 
and proppant particle flow-back, which composition 
comprises a hardenable resin; a hardening agent 
for hardening said resin; a rubber latex; and a rub- 
ber latex stabilizing surfactant. 

2. A composition according to claim 1, wherein said 
hardenable resin is an organic resin comprised of 
one or more of bisphenol A-epichlorohydrin resin, 
polyepoxide resin, novolak resin, polyester resin, 
phenol-aldehyde resin, urea-aldehyde resin, furan 
resin, urethane resin, glycidyl ether and any mix- 
tures of two or more thereof. 

3. A composition according to claim 1 or 2, wherein 
said hardenable resin is present in an amount of 
from 70% to 100% by weight of said liquid harden- 
able resin composition. 

4. A composition according to claim 1 , 2 or 3, which 
also contains a solvent for said resin, said solvent 
preferably comprising one or more of dipropylene 
glycol methyl ether, dipropylene glycol dimethyl 
ether, dimethyl formamide, diethyleneglycol methyl 
ether, ethyleneglycol butyl ether, diethyleneglycol 
butyl ether, propylene carbonate, d-limonene and 
fatty acid methyl esters. 

5. A composition according to any of claims 1 to 4, 



wherein said solvent for said resin is present in an 
amount of up to 30% by weight of said liquid hard- 
enable resin composition. 

5 6. A composition according to any of claims 1 to 5, 
wherein said hardening agent comprises one or 
more amines, aromatic amines, polyamines, 
aliphatic amines, amides, polyamides, or 4,4'-di- 
aminodiphenyl sulfone, 2-ethyl-4-m ethyl imidazole 

10 or 1 , 1 ,3-trichlorotrrf luoroacetone. 

7. A composition according to any preceding claim, 
wherein said hardening agent is present in an 
amount of from 40% to 60% by weight of said liquid 

is hardenable resin composition. 

8. A composition according to any preceding claim, 
which further includes a silane coupling agent, pref- 
erably one or more of N-2-(aminoethyl)-3-amino- 

20 propyltrimethoxysilane, 3-glycidoxypropyltrimeth- 
oxysilane and n-beta-(aminoethyl)-garnma-amino- 
propyl trimethoxysilane. 

9. A composition according to claim 8, wherein said 
25 silane coupling agent is present in an amount of 

from 0.1 % to 3% by weight of said liquid hardenable 
resin composition. 

10. A composition according to any preceding claim, 
30 which further includes a hydrolyzable ester for 

breaking gelled fracturing fluid films on said prop- 
pant particles, preferably comprising one or more 
of dimethylglutarate, dimethyladipate and dimethyl- 
succinate, sorbitol, catechol, dimethylthiolate, me- 
ss thyl salicylate, dimethyl salicylate, dimethyl succi- 
nate and ter-butylhydroperoxide. 

11. A composition according to claim 10, wherein said 
hydrolyzable ester is comprised of a mixture of 

40 dimethylglutarate, dimethyladipate and dimethyl- 
succinate. 

1 2. A composition according to claim 1 0 or 1 1 , wherein 
said hydrolyzable ester is present in an amount of 

45 from 0.1% to 3% by weight of said liquid hardenable 
resin composition. 

13. A composition according to any preceding claim 
which further includes a surfactant for facilitating the 

so coating of said resin on said proppant particles and 
for causing said hardenable resin to flow to the con- 
tact points between adjacent resin coated proppant 
particles, said surfactant preferably comprising one 
or more of an ethoxylated nonyl phenol phosphate 

55 ester, mixtures of one or more cationic surfactants 
and one or more non-ionic surfactants and a 
C 12* C 22 a,kvl phosphonate surfactant. 
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14. A composition according to claim 13, wherein said 
surfactant is present in an amount of from 2% to 
15% by weight of said liquid hardenable resin com- 
position. 

5 

15. A composition according to any preceding claim 
which further includes a liquid carrier fluid compris- 
ing one or more members selected from the group 
consisting of dipropylene glycol methyl ether, dipro- 
pylene glycol dimethyl ether, dimethyl formamide, 10 
diethyleneglycol methyl ether, ethyleneglycol butyl 
ether, diethyleneglycol butyl ether, propylene car- 
bonate, d'limonene and fatty acid methyl esters. 

16. A composition according to claim 1 5, wherein said 15 
liquid carrier fluid is present in an amount of from 
30% to 60% by weight of said liquid hardenable res- 
in composition. 

17. A composition according to any preceding claim 20 
which further includes a viscosifying agent, prefer- 
ably present in an amount of from 0% to 3% by 
weight of said liquid hardenable composition. 

18. A composition according to any preceding claim, 2s 
wherein said rubber latex comprises one or more 
members selected from the group consisting of nat- 
ural rubber (cis-1 ,4-polyisoprene) latex, styrene/ 
butadiene copolymer latex, cis-1 ,4-polybutadiene 
rubber latex, butyl rubber latex, ethylene/propylene 30 
rubber latex, neoprene rubber latex, nitrile rubber 
latex, silicone rubber latex, chlorosulfonated rubber 
latex, polyethylene rubber latex, epichlorohydrin 
rubber latex, fluorocarbon rubber latex, fluorosili- 
cone rubber latex, polyurethane rubber latex, poly- 35 
acrylic rubber latex and polysulfide rubber latex. 

19. A composition according to claim 18, wherein said 
rubber latex is comprised of a styrene/butadiene co- 
polymer latex containing water in an amount in the *o 
range of from about 50% by weight of said latex. 

20. A composition according to any preceding claim, 
wherein said rubber latex is present in an amount 

of from 0.1 % to 40% by weight of said liquid hard- *s 
enable resin composition. 

21. A composition according to any preceding claim, 
wherein said rubber latex stabilizing surfactant 
comprises one or more members selected from sur- so 
factants having the formula R-Ph-O 
(OCH 2 CH 2 ) m OH wherein R is an alkyl group having 
from 5 to 30 carbon atoms, Ph is phenyl and m is 

an integer of from 5 to 50 and surfactants having 
the formula R 1 (R 2 0) n S0 3 X wherein R 1 is an alkyl ss 
group having from 5 to 20 carbon atoms, R 2 is the 
group -CH 2 -CH 2 -, n is an integer from 10 to 40 and 
X is a cation. 



22. A composition according to claim 21, wherein said 
rubber latex stabilizing surfactant is comprised of a 
sulfonated and ethoxylated sodium salt having the 
formula H(CH 2 ) 12 . 15 (CH 2 CH 2 0) 15 S03Na. 

23. A composition according to any preceding claim, 
wherein said rubber latex stabilizing surfactant is 
present in an amount of from 0. 1 % to 1 0% by weight 
of said liquid hardenable resin composition. 

24. A method of forming fractures in a subterranean 
zone utilizing resilient proppant particle packs 
which prevent the production of formation sand and 
fines with produced fluids and proppant flow-back, 
which method comprises: 

(a) pumping a gelled liquid fracturing fluid into 
said subterranean zone to form said fractures 
therein and to place hardenable resin compo- 
sition-coated proppant particles therein; 

(b) coating a liquid hardenable resin composi- 
tion as claimed in any of claims 1 to 23, onto 
dry proppant particles to form hardenable resin 
composition-coated proppant particles; 

(c) mixing said hardenable resin composition- 
coated proppant particles produced in step (b) 
with said fracturing fluid pumped in accordance 
with step (a) whereby said hardenable resin 
composition coated proppant particles are sus- 
pended therein; 

(d) terminating steps (a), (b), and (c) when said 
resin composition-coated proppant particles 
have been placed in said fractures; and 

(e) allowing said hardenable resin composition 
on said hardenable resin composition-coated 
proppant particles to harden and consolidate 
said proppant particles into resilient permeable 
packs which prevent the production of forma- 
tion sand and fines with produced fluids and 
proppant flow-back. 



9 



EP 1 394 355 A1 



European Patent 
Offtc* 



EUROPEAN SEARCH REPORT 



Application Number 

EP 03 25 5150 



DOCUMENTS CONSIDERED TO BE RELEVANT 



Category 



Citation of document with indication, where appropriate, 
o) relevant passage* 



Relevant 

to claim 



CLASSIFICATION OF THE 
APPLICATION (lntO.7) 



P.Y 



EP 1 326 603 A (HALLIBURTON ENERGY SERV 

INC) 9 July 2003 f2003-07-09) 

* paragraph [00O6J * 

» paragraph [0015] - paragraph [0027] * 

US 2002/046676 Al (GERAE0TS JOHANNES A 
AL) 25 April 2002.(2002-04-25) 



ET 



1-24 



1-24 



E21B43/267 



paragraph 
paragraph 
paragraph 
paragraph 
paragraph 



[0053; 
0075 
0284 
0286 
0335. 



paragraph [0056] 



ET AL) 



US 6 257 335 Bl (BRUM LEY JOHN L 
10 July 2001 (2001-07-10) 

* column 2, line 40 - column 4, line 3 * 

* column 7, line 17 - column 8, line 30 * 

US 3 026 938 A (HUITT JIMMIE L ET AL) 
27 March 1962 (1962-03-27) 

* column 2, line 26 - column 3, line 52 * 

US 4 942 186 A (T0TTY KENNETH D ET AL) 
17 July 1990 (1990-07-17) 

* column 5, line 38 - column 7, line 55 * 



1-24 



1-24 



1-24 



TECHNICAL RELOS 
SEARCHED (lnLCt.7) 



E21B 



The present search report has been drawn up for ell claims 



Ptaaot 

MUNICH 



Oete of oorrp*«*jofi of the match 

13 November 2003 



Zimpfer, E 



CATEGORY Of CITED DOCUMENTS 

X : partouUriy rstevani 9 tak*n don* 

Y : portfoutarty nlovant I oonfchod wth another 

dBoumut d tho mtho Oe rt tpoty 
A : technological background 
O : non+nWan dteok»tir» 



T ! trt+ory or prfnstyste undsriyinQ ttw Invention 
E '. Miliar pctsnt document, but ptehithod on, o 

after the fjBng date 
O : dooumwit cited In tho applkmhon 
L '. doounwnt ortedfor othot r%tMtmt 



& : member of ttM muim patent family, ootrtapondlng 



10 



EP 1 394 355 A1 



ANNEX TO THE EUROPEAN SEARCH REPORT 
ON EUROPEAN PATENT APPLICATION NO. 



EP 83 25 5159 



This annex lists the patatd family members relating to the patent documents cited in the above-mentioned European search report 
The members are as contained in the European Patent Office EDP file on 

The European Patent Office is in no way liable for these particulars which an> merely given for the purpose of information. 

13-11-2G93 



Patent document 
cited in search report 



Publication 
date 



Patent family 
members) 



Publication 
date 



EP 1326603 



09-07-2003 



US 
CA 
EP 
NO 
US 

us 



2003131998 Al 
2415814 Al 
1326003 Al 

20030043 A 

2003131999 Al 
2003188872 Al 



US 2002048676 Al 25-84-2002 



US 
CA 
W0 
AU 
AU 
BR 
CA 
EA 
EP 
NO 
US 
CN 
W0 



A 
A 



6632527 Bl 
2436725 Al 

02060681 Al 
756771 B2 
5318899 
9906613 
2302688 Al 
2634 Bl 
1023382 Al 

20001030 A 
6406789 Bl 
1274376 T 
0005302 Al 



17-07-2003 

08- 07-2003 

09- 07-2003 
09-07-2003 
17-07-2003 
09-10-2003 



14-10- 

os-os- 
os-os- 

23-01 
14-02- 
19-09- 
03-02- 
29-08- 

02- 08- 
19-05- 
18-06- 
22-11 

03- 02- 



2003 
2002 
2002 
2003 
2000 
2000 
2000 
2002 
2000 
2000 
2002 
2000 
2000 



US 6257335 


Bl 


10-07-2001 


AU 


2315101 A 


06-09-2001 






BR 


0100806 A 


06-11-2001 








CA 


2336439 Al 


02-09-2001 








EP 


1130215 A2 


05-09-2001 








NO 


20011061 A 


03-09-2001 


US 3026938 


A 


27-03-1962 


NONE 






US 4942186 


A 


17-07-1990 


US 


4829100 A 


09-05-1989 






AU 


614996 B2 


19-09-1991 








AU 


2364788 A 


27-04-1989 








CA 


1334692 C 


07-03-1995 








0E 


3850841 Dl 


01-09-1994 








DE 


3850841 T2 


10-11-1994 








EP 


0313243 A2 


26-04-1989 








NO 


884691 A ,B, 


24-04-1989 



§ For more details about this annex : see Official Journal of the European Patent Office, No. 1 2J92 



11 



